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Place the tapered tip through the hole in the^
draw plate that it most nearly fits as shown in
(3) Fig. 26.

DRAWING THE TUBE

Draw the strip through the hole in the draw

plate as if it were wire.

Continue  drawing through successive holes

until the edges meet.

Note; Insert a knife blade or burnisher firmly
in the opening of the strip before it
passes through the hole in the plate; this
keeps the strip from twisting as it is
being drawn.

Rub the length of the joint with a file or emery
cloth.

Solder the joint.  Be sure the solder has melted

the entire length.

Note: If the tube is to be made into a hinge,
the joint is not soldered until it is
mounted on the article to be hinged.

WIRE TWISTING

Smooth wire is often twisted to change the texture and is used
for decorative rather than for structural value. Its broken line
gives a decided light and dark pattern and sometimes a feeling of
delicacy as well.